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JEWELRY & ENAMELING

PROCESSES

Measuring

the

Amount

*f

Metal

Required
p. 60

Placing

the

Wax Bead

on the

Sprue

Pin

p. 61

Placing
the

Pattern
on the
Sprue Pin

Sealing

the

Bead

Thickening
the
Sprue
Pin

Sealing
the

Sprue Pin
on the
Former

Measure the amount of metal necessary for the
casting as shown in Fig. 17.

Place a %-inch wax bead on the sprue pin.

Place the back center of the wax pattern on the
sprue pin.

Seal the bead to the pin y16 inch from the
pattern,

<

Thicken the sprue pin with wax, twice its diam-
eter between the ball and the pattern.

Place the sprue pin in the hole of the sprue

former.

Seal with wax.   Care must be taken to have

the pattern % inch or more below the top of

the flask,